AMENDMENTS TO THE CLAIMS: 

This listing of claims will replace all prior versions and listings of claims in the 
application: 

1 . (Currently amended) A drug solution filling plastic ampoule 
comprising: 

a flexible container body havino a mouth and containing a drug solution; 

a fusion-bonded portion which seals [[a]]the mouth of the container body; 

and a holder tab connected to the fusion-bonded portion for wrenching off 
the fusion-bonded portion to open the mouth of the container body , wherein 

the flexible container body, the fusion-bonded portion and the holder tab 
are integrally molded from a tubular parison having three or more layers including an 
innemiost layer composed of a polyolefin, an intermediate layer composed of blends of 
20 to 50 wt% of polyolefin and 50 to 80 wt% of polycycloolefin to provide the container 
body with a steam permeation preventing caoabilitv and a drug permeation preventing 
capability and an outennost layer composed of a polyolefin,_and 

a thickness of the intermediate layer is from 1 1 .8 to 35.3% of a total 
thickness of the three or more layersrarid. 

at looct ono of tho l ayorc of tho oontainor body ic a functional layer having 
at loast ono charactoristic property ooloctod from tho group consisting of a gas 
pormoat i on provonting capab i l i ty, a otoam pomioat i on provont i ng capabi l ity, a l ight ray 
pomnoation provonting capabi li ty, a drug pomnootion provonting capab i l i ty and a drug 
absorption/adsorpt i on provonting capabil i ty. 

2. (Cancelled). 
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3. (Currently Amended) A drug solution filling plastic ampoule as set 
forth In claim 1 , wherein 

the container body Includes at least one layer provided as other than the 
innennost layer and the Intennedlate laverthat Is composed of a material containing at 
least one additive selected from the group consisting of a colorant, a UV absorbing 
agent and an oxygen absorbing agent, and a l avo r said intermediate laver being 
provided Inward of the additive-containing laye r and having a drug pomioat l on 
provonting capability . 

4-10. (Cancelled) 

1 1 . (Previously presented) A drug solution filling plastic ampoule as set 
forth in claim 1 , which is an ampoule sequence including a plurality of ampoules 
connected to one another via severable thin wall portions. 

12. (Currently Amended) A drug solution filling plastic ampoule as set 
forth in claim 1 , wherein 

tho functional layor hao tho stoam pomioat l on provont i ng capab i lity and 
tho drug abcorpt i on/adoorption provonting capab il ity, 

the container body of the plastic ampoule tovinqhas a volume of 0.5 to 20mL. 

1 3. (Currently Amended) A production method for a drug solution filling 
plastic ampoule comprising the steps of: 

molding a container body having a mouth bv holding a tubular parison between 
lower split mold pieces and fomriing a void in the parison, the parison having three or 
more layers including an innermost layer composed of a polyolefin, an intermediate 
layer composed of blends of 20 to 50 wt% of polyolefin and 50 to 80 wt% of 
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polycycloolefin to provide the container body with a steam permeation preventing 
capability and a drug permeation preventing capabilltv and an outermost layer 
composed of a polyolefin, at least ono of tho layoro boing a functiona l l ayor having at 
l oast ono charactoristio proporty oo l octod from tho group consisting of a gas pormoation 
provonting capability, a stoam ponnoation provonting capability, a li ght ray pormoation 
preventing capability, a drug pormoation provonting capabil i ty and a drug 
absorpt i on/adsorption provont i ng capabil i ty, a thickness of the intemnediate layer being 
from 11 .8 to 35.3% of a total thickness of the three or more layers; 
filling a drug solution in the container body; and 

holding [[alJthe mouth of the container body between upper split mold pieces to 
form a fusion-bonded portion which seals the mouth of the container body and a holder 
tab which is connected to the fusion-bonded portion to be used for wrenching off the 
fusion-bonded portion to open the mouth of the container bodv . 

14. (Cancelled). 

1 5. (Currently Amended) A drug solution filling plastic ampoule 
production method as set forth in claim 13, wherein 

the parison includes at least one layer provided as other than [[an]]the innermost 
layer and the intermediate layer that is composed of a material containing at least one 
additive selected from the group consisting of a colorant, a UV absorbing agent and an 
oxygen absorbing agent, and a lavo r sald intennediate laver being provided inward of 
the additive-containing laye r and having a drug pormoat i on provonting capability . 

16-1 8. (Cancelled). 



